RtfdPCT/PTO 01 APR 10<» 

(12) INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



CORRECTED VERSION 



(19) World Intellectual Property 
Organization 

International Bureau 




(43) International Publication Date (10) International Publication Number 

11 December 2003 (11.12.2003) PCT WO 2003/101193 A2 



(51) International Patent Classification 7 : 
(21) International Application Number: 



A01N 



PCT/IB2003/004944 
(22) International Filing Date: 26 March 2003 (26.03.2003) 

(25) Filing Language: English 

(26) Publication Language: English 



(30) Priority Data: 

60/367,503 



27 March 2002 (27.03.2002) US 



(71) Applicant (for all designated States except US): MICRO 
FLO COMPANY [US/US]; 530 Oak Court Drive, Suite 
100, Memphis, TN 38117 (US). 

lor; and 

v - 1 . -ntor/Applicant (for US only): GAYTAN, Jesse 
[US/US]; 205 Sunny meade Drive, Valdosta, GA 31605 
(US). 



GM, HR, HU, ID, IL, IN, IS, JP, KE, KG, KP, KR, KZ, LC, 
LK, LR, LS, LT, LU, LV, MA, MD, MG, MK, MN, MW, 
MX, MZ, NI, NO, NZ, OM, PH, PL, PT, RO, RU, SC, SD, 
SE, SG, SK, SL, TJ, TM, TN, TR, TT, TZ, UA, UG, US, 
UZ, VC, VN, YU, ZA, ZM, ZW. 

(84) Designated States (regional): ARIPO patent (GH, GM, 
KE, LS, MW, MZ, SD, SL, SZ, TZ, UG, ZM, ZW), 
Eurasian patent (AM, AZ, BY, KG, KZ, MD, RU, TJ, TM), 
European patent (AT, BE, BG, CH, CY, CZ, DE, DK, EE, 
ES, FI, FR, GB, GR, HU, IE, IT, LU, MC, NL, PT, RO, 
SE, SI, SK, TR), OAPI patent (BF, BJ, CF, CG, CI, CM, 
GA, GN, GQ, GW, ML, MR, NE, SN, TD, TG). 

Published: 

— without international search report and to be republished 
upon receipt of that report 

(48) Date of publication of this corrected version: 

18 March 2004 



(15) Information about Correction: 

see PCT Gazette No. 12/2004 of 18 March 2004, Section II 



(81) Designated States (national): AE, AG, AL, AM, AT, AU, 
AZ, BA, BB, BG, BR, BY, BZ, CA, CH, CN, CO, CR, CU, 
CZ, DE, DK, DM, DZ, EC, EE, ES, FI, GB, GD, GE, GH, 



For two-letter codes and other abbreviations, refer to the "Guid- 
ance Notes on Codes and Abbreviations" appearing at the begin- 
ning of each regular issue of the PCT Gazette. 



< 
ON 



t-H (54) Title: GRANULATED PHOSPHOROAMIDO(DI)THIOATES 
?n 

(57) Abstract: The present invention relates to a process for extruding heat sensitive phosphoroamdo(di)thioates in the form of 
55 finely divided solids, powers or crystals into granules. The invention is also directed to a process of producing granules of phospho- 
roamido(di)thioates having enhanced structural integrity. In sec tici dally active phosphoroamido(di)thioate solid granules are com- 
pacted more easily and with higher structural integrity by milling, preferably by jet milling, the solids to a particle size distribution 
wherein the solids exhibit (a) an average crystal length of less than 150 |im and an average crystal width of less than 40 |im and/or 
^ (b) a particle size distribution having at least 67 wt% of said solids within a size of 4.6-88 \xm. 



(12) INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(19) World Intellectual Property 
Organization 
International Bureau 




(43) International Publication Date (10) International Publication Number 

11 December 2003 (11.12.2003) PCT WO 2003/101193 A3 



(51) International Patent Classification 7 : A01N 57/28 



(21) International Application Number: 



PCT/IB2003/004944 



(22) International Filing Date: 26 March 2003 (26.03.2003) 



(25) Filing Language: 



(26) Publication Language: 



English 
English 



(30) Priority Data: 

60/367,503 



27 March 2002 (27.03.2002) US 



(71) Applicant (for all designated States except US): MICRO 
FLO COMPANY [US/US]; 530 Oak Court Drive, Suite 
100, Memphis, TN 38117 (US). 

(72) Inventor; and 

(75) Inventor/Applicant (for US only): GAYTAN, Jesse 
[US/US]; 205 Sunnymeade Drive, Valdosta, GA 31605 

(UP-;. 

(81) Designated States (national): AE, AG, AL, AM, AT, AU, 
AZ, BA, BB, BG, BR, BY, BZ, CA, CH, CN, CO, CR, CU, 
CZ, DE, DK, DM, DZ, EC, EE, ES, FT, GB, GD, GE, GH, 
GM, HR, HU, ID, IL, IN, IS, JP, KE, KG, KP, KR, KZ, LC, 
LK, LR, LS, LT, LU, LV, MA, MD, MG, MK, MN, MW, 



MX, MZ, NI, NO, NZ, OM, PH, PL, PT, RO, RU, SC, SD, 
SE, SG, SK, SL, TJ, TM, TN, TR, TT, TZ, UA, UG, US, 
UZ, VC, VN, YU, ZA, ZM, ZW. 

(84) Designated States (regional): ARIPO patent (GH, GM, 
KE, LS, MW, MZ, SD, SL, SZ, TZ, UG, ZM, ZW), 
Eurasian patent (AM, AZ, BY, KG, KZ, MD, RU, TJ, TM), 
European patent (AT, BE, BG, CH, CY, CZ, DE, DK, EE, 
ES, FT, FR, GB, GR, HU, IE, IT, LU, MC, NL, PT, RO, 
SE, SI, SK, TR), OAPI patent (BF, BJ, CF, CG, CI, CM, 
GA, GN, GQ, GW, ML, MR, NE, SN, TD, TG). 

Published: 

— with international search report 

— before the expiration of the time limit for amending the 
claims and to be republished in the event of receipt of 
amendments 

(88) Date of publication of the international search report: 

21 May 2004 

(15) Information about Correction: 
Previous Correction: 

see PCT Gazette No. 12/2004 of 18 March 2004, Section II 

For two-letter codes and other abbreviations, refer to the "Guid- 
ance Notes on Codes and Abbreviations" appearing at the begin- 
ning of each regular issue of the PCT Gazette. 



3 

ON 



i-H (54) Title: GRANULATED PHOSPHOROAMIDO(DI)THIOATES 

en 

^5 (57) Abstract: The present invention relates to a process for extruding heat sensitive phosphoroamdo(di)thioates in the form of 
finely divided solids, powers or crystals into granules. The invention is also directed to a process of producing granules of phospho- 
roamido(di)thioates having enhanced structural integrity. In sec tici dally active phosphoroamido(di)thioate solid granules are com- 
pacted more easily and with higher structural integrity by milling, preferably by jet milling, the solids to a particle size distribution 
wherein the solids exhibit (a) an average crystal length of less than 150 urn and an average crystal width of less than 40 urn and/or 

^ (b) a particle size distribution having at least 67 wt% of said solids within a size of 4.6-88 u\m. 



INTERNATIONAL SEARCH REPORT 



Intern at lon}_ rilcation No 

PCT/IB 03/04944 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 7 A01N57/28 



According to International Patent Classification (IPC) or to both national classification and IPC 



B. RELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 

IPC 7 A01N 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 



Electronic data base consulted during the International search (name of data base and, where practical search terms used) 

WPI Data, EPO-Internal 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category ° Citation of document, with Indication, where appropriate, of the relevant passages 



Relevant to claim No. 



WO 03 051606 A (UNITED PHOSPHORUS LTD; 
UNITED PHOSPHORUS INC (US)) 
26 June 2003 (2003-06-26) 

page 3, line 6-16 

page 4, line 17-26; claims 1,2,6,12 

W0 93 14632 A (ICI AUSTRALIA OPERATIONS) 

5 August 1993 (1993-08-05) 

page 3, line 19-27 

page 8, line 12-22 

page 9, line 29-33 

page 11, line 3-16,20-27 

page 4, line 12-24 
page 5, line 34 

-/-- 



1-3, 
6-13, 
15-20, 
23-34 



1-1.6, 
19-32 



17,18, 
33,34 



Further documents are listed In the continuation of box C. 



ID 



Patent family members are listed in annex. 



° Special categories of cited documents : 

'A" document defining the general state of the art which Is not 

considered to be of particular relevance 
a E a earlier document but published on or after the international 

fifing date 

■L" document which may throw doubts on priority daJm(s) or 
which is cfted to establish the publication date of another 
citation or other special reason (as specified) 

"O" document referring to an oral disclosure, use, exhibition or 
other means 

*P" document published prior to the International filing dale but 
later than the priority date claimed 



T later document published after the International fifing date 
or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

■X" document of particular relevance; the claimed invention 
cannot be considered novel or cannot be considered to 
Involve an Inventive step when the document is taken alone 

*Y" document of particular relevance; the claimed invention 

cannot be considered to Involve an Inventive step when the 
document is combined with one or more other such docu- 
ments, such combination being obvious to a person s Wiled 
in the art 

document member of the same patent family 



Dale of the actual completion of the international search 



2 March 2004 



Dale of mailing of the International search report 



22/03/2004 



Name and mailing address of the ISA 

European Patent Office, P.B. 5818 Patent laan 2 
NL-2280HVR9swfjk 
Tel (+31-70) 340-2040. Tx 31 651 epo nl, 
Fax (+31-70)340-3016 



Authorized officer 



Klaver, J 



Form PCT/I3A/Z10 (ascend sheet) (July 1892) 



page 1 of 2 



INTERNATIONAL SEARCH REPORT 



Irrtematfor Implication No 

PCT/IB 03/04944 



C(Contlnuatlon) DOCUMENTS CONSIDERED TO BE RELEVANT 



Category ° Citation of document with Indication .where appropriate, of the relevant passages 



Relevant to cblm No. 



US 5 488 043 A (YAM ADA MASAHIRO 
30 January 1996 (1996-01-30) 
column 2, line 1-30 
column 3, line 1-15 



ET AL) 



W0 98 26656 A (TOMEN AGR0 INC) 

25 June 1998 (1998-06-25) 

cited in the application 

page 4, paragraph 3 -page 5, paragraph 5 

page 9, paragraph 2 

page 11, paragraph 2 

page 12, paragraphs 2,3 

page 31, paragraphs 2,3 

W0 91 11104 A (CHEVRON RES & TECH) 

8 August 1991 (1991-08-08) 

cited in the application 

page 6, line 2-20 

page 9, line 14-23 

page 11, line 1-14; example 5 



1-34 



1-34 



1-34 



Focm PCT ASA/210 |cortlmja£on <* eooond shoet) <Ju)y 1992) 



page 2 of 2 



INTERNATIONAL SEARCH REPORT 


Intematlorf^pplteation No 

PCT/IB 03/04944 


Patent document 
cited In search report 


Publication 
date 


Patent family 
member(e) 


Publication 
date 



WO 03051606 A 26-06-2003 W0 03051606 Al 26-06-2003 

US 2003127761 Al 10-07-2003 



WO 9314632 A 05-08-1993 



AT 


140847 


T 


15-08-1996 


AU 


661112 


B2 


13-07-1995 


AU 


3443893 


A 


01-09-1993 


W0 


9314632 


Al 


05-08-1993 


BR 


9305784 


A 


13-01-1998 


CA 


2128727 


Al 


05-08-1993 


DE 


69303896 


Dl 


05-09-1996 


DE 


69303896 


T2 


28-11-1996 


EP 


0631473 


Al 


04-01-1995 


IL 


104456 


A 


05-12-1996 


JP 


9500607 


T 


21-01-1997 


KR 


245418 


Bl 


15-02-2000 


MX 


9300365 


Al 


01-11-1993 


NZ 


246828 


A 


26-03-1996 


US 


5846903 


A 


08-12-1998 


ZA 


9300394 


A 


05-08-1993 



US 5488043 A 30-01-1996 



JP 


7173001 A 


11-07-1995 


JP 


7304615 A 


21-11-1995 


BR 


9405144 A 


22-08-1995 


CN 


1127588 A 


31-07-1996 


ES 


2105954 Al 


16-10-1997 


FR 


2713888 Al 


23-06-1995 


IT 


RM940819 Al 


20-06-1995 


ZA 


9410133 A 


25-08-1995 


US 


6013272 A 


11-01-2000 


AU 


733708 B2 


24-05-2001 


AU 


5896998 A 


15-07-1998 


BR 


9707587 A 


04-01-2000 


CA 


2244243 Al 


25-06-1998 


EP 


0898450 Al 


03-03-1999 


IL 


125555 A 


01-12-2002 


JP 


2000512657 T 


26-09-2000 


TR 


9801610 Tl 


22-03-1999 


TR 


200101728 T2 


21-03-2003 


TW 


492838 B 


01-07-2002 


WO 


9826656 Al 


25-06-1998 


US 


2001018063 Al 


30-08-2001 


US 


2002091106 Al 


11-07-2002 


ZA 


9711371 A 


25-05-1999 



WO 9826656 A 25-06-1998 



WO 9111104 A 08-08-1991 



US 


5075058 


A 


24-12-1991 


AT 


173885 


T 


15-12-1998 


AU 


649018 


B2 


12-05-1994 


AU 


7247391 


A 


21-08-1991 


BR 


9104188 


A 


03-03-1992 


CA 


2047755 


Al 


31-07-1991 


DE 


69130550 


Dl 


14-01-1999 


DE 


69130550 


T2 


29-04-1999 


EP 


0465635 


Al 


15-01-1992 


ES 


2125234 


T3 


01-03-1999 


JP 


4504583 


T 


13-08-1992 


JP 


3136158 


B2 


19-02-2001 


WO 


9111104 


Al 


08-08-1991 



Form PCDISA/21 0 (patent family am ax) (July 1 9QG) 



(12) INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(19) World Intellectual Property Organization 

International Bureau 




(43) International Publication Date (10) International Publication Number 

11 December 2003 (11.12.2003) PCT WO 03/101193 A2 



(51) International Patent Classification 7 : A01N 

(21) International Application Number: PCT/IB03/04944 

(22) International Filing Date: 26 March 2003 (26.03.2003) 

(25) Filing Language: English 

(26) Publication Language: English 

(30) Priority Data: 

60/367,503 27 March 2002 (27.03.2002) US 

(71) Applicant: MICRO FLO COMPANY [US/US], 530 Oak 
Court Drive, Suite 100, Memphis, TN 38117 (US). 

(72) Inventor: GAYTAN, Jesse; 205 Sunnymeade Drive, Val- 
dosta, GA 31605 (US). 

(81) Designated States (national): AE, AG, AL, AM, AT, AU, 
AZ, BA, BB, BG, BR, BY, BZ, CA, CH, CN, CO, CR, CU, 



CZ, DE, DK, DM, DZ, EC, EE, ES, H, GB, GD, GE, GH, 
GM, HR, HU, ID, IL, IN, IS, JP, KE, KG, KP, KR, KZ, LC, 
LK, LR, LS, LT, LU, LV, MA, MD, MG, MK, MN, MW, 
MX, MZ, NI, NO, NZ, OM, PH, PL, PT, RO, RU, SC, SD, 
SE, SG, SK, SL, TJ, TM, TN, TR, TT, TZ, UA, UG, UZ, 
VC, VN, YU, ZA, ZM, ZW. 

(84) Designated States (regional): ARIPO patent (GH, GM, 
KE, LS, MW, MZ, SD, SL, SZ, TZ, UG, ZM, ZW), 
Eurasian patent (AM, AZ, BY, KG, KZ, MD, RU, TJ, TM), 
European patent (AT, BE, BG, CH, CY, CZ, DE, DK, EE, 
ES, FI, FR, GB, GR, HU, IE, IT, LU, MC, NL, PT, RO, 
SE, SI, SK, TR), OAPI patent (BF, BJ, CF, CG, CI, CM, 
GA, GN, GQ, GW, ML, MR, NE, SN, TD, TG). 

Published: 

— without international search report and to be republished 
upon receipt of that report 

For two-letter codes and other abbreviations, refer to the "Guid- 
ance Notes on Codes and Abbreviations" appearing at the begir.r 
ning of each regular issue of the PCT Gazette. 



< 

o\ 

^ (54) Title: GRANULATED PHOSPHOROAMIDO(Dr)THIOATES 

— * (57) Abstract: The present invention relates to a process for extruding heat sensitive phosphoroamdo(di)thioates in the form of 

£2 finely divided solids, powers or crystals into granules. The invention is also directed to a process of producing granules of phospho- 
roamido(di)thioates having enhanced structural integrity- In sec tici dally active phosphoroamido(di)thioate solid granules are com- 
pacted more easily and with higher structural integrity by milling, preferably by jet milling, the solids to a particle size distribution 

£^ wherein the solids exhibit (a) an average crystal length of less than 150 Jim and an average crystal width of less than 40 urn and/or 

^ (b) a particle size distribution having at least 67 wt% of said solids within a size of 4.6-88 urn. 
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Granulated Phosphoroamido(di)thioates 

The present invention relates to a process for extruding heat sensitive phosphoro- 
amido(di)thioates in the form of finely divided solids, powders or crystals into granules. 
5 The invention is also directed to a process of producing granules of phosphoroamido- 
(di)thioates having enhanced structural integrity. 

Powdered materials can be compacted and formed into shapes of extended length by 
extrusion. Generally speaking, a progressively threaded extrusion screw is rotated at a 

1 0 preselected rate to convey a feed material into an enclosed section to an extrusion die 
opening. Frictional forces through the die opening resist the forward conveying action 
of the progressive screw and compact the feed material as it passes through the die 
opening. The more resistant the powder to compaction, the higher are the applied die 
backpressure and frictional heating. It is not uncommon for some extruders operating 

1 5 at normal, commercial extrusion rates to expose the extruded material to temperature 
increases of 25° to 100°C. 

Inorganic materials, such as ceramics, can benefit from the heat and friction of the 
passage through the die opening. Such ceramic extrudates are effectively dewatered 

20 and compacted sufficiently to form a wet "green" extrudate of sufficient integrity to with- 
stand handling and more complete drying. Organic material? n * ' 3 severely degraded 
by the high temperatures encountered when passing the «vtv t ^i*\a/nixture through an 
extrusion die. Such factors have limited manufacture of orgatrtu materials so that they 
are either not extruded or require such slow extrusion screw speeds that the manufac- 

25 turing process is limited in its production rate. 

N-hydrocarboyl phosphoroamidothioates and phosphoroamidodithioates (referred to 
herein as "phosphoroamido(di)thioates") are classes of particularly heat sensitive com- 
pounds that are used as systemic insecticides in a variety of environments. One of the 
30 most commercially important compounds within this class is acephate. Acephate and 
related compounds are described in US 3,716,600, US 3,845,172 and US 3,914,417. 

Orthene® is a commercial form of acephate that is produced as a technical grade 
chemical of about 97 to 99.5% purity. It is available as a wettable powder from Valent 
35 Corporation. 

It would be desirable to have an extrusion process for heat sensitive active ingredients 
like the phosphoroamido(di)thioates that does not expose the extruded active ingredi- 
ent to deleterious temperature increases at the extrusion die and which will form ade- 
40 quately dense extrudates at a commercially acceptable rate. 
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Chevron and Valent have received a number of patents for processes to manufacture 
pelleted or granular acephate. US 5,075,058 describes phospf >roamido(di)thioate pel- 
lets with a second active ingredient (insecticide, fungicide, herbicide, or fertilizer), a 
5 surfactant that is used to encapsulate the phosphoroamido(di)thioate active, an anhy- 
drous magnesium sulfate as a dehydrating agent to absorb moisture and prevent hy- 
drolysis of the phosphoroamido(di)thioate, a deodorant, and an anti-foaming agent. 
The mix is extruded through a die at 30 to 40°C and dried. 

1 0 US 5,1 00,667 describes a solvent-free method for making phosphoroamido(di)thioate 
pellets that relies on a dry mix with a solid surfactant to provide structural integrity. The 
example shows the use of ammonium sulfate in addition to the phosphoroamido- 
(di)thioate and surfactant. 

1 5 US 5,464,623 teaches two processes to pelletize phosphoroamido(di)thioates. One 
uses a solvent for the technical grade compound to make a pourable or extrudable 
mixture. The list of preferred solvents include hexane, carbon tetrachloride, toluene, 
ispropanol, ethanol, chloroform, methanol, and methylene chloride. The other process 
avoids use of a solvent and melts the technical grade compound at about 90°C for 

20 subsequent molding or spraying into droplets. 

US 5,298,501 describes the use ££ ^ wt% ammonium sulfate for providing integrity 
to granules containing 2-17 wt% oi a piiosphoroamido(di)thioate [ y. 

25 US 5,352,674 discloses a formulation containing a phosphoroamido(di)thioate, an op- 
tional second active ingredient (e.g., a fungicide), at least 75 wt% of ammonium sulfate, 
0.2-5 wt% of a surfactant, 0.05-2 wt% of a deodorant, and 1-5 wt% of granular process- 
ing aids that are selected from a lubricant (Mg stearate, Ca stearate, Zn stearate, and 
silicon emulsions) in an amount within the range of 0.5-5 wt%, a binder (corn starch, 

30 polymers, and natural gums), and 0.5-5 wt% of a flowability aid (colloidal silica, and 

micronized clay). All examples use significant quantities of ammonium sulfate to form a 
structural granule. Indeed, Example 3 of the '674 patent illustrates the adverse storage 
effects of formulations that do not contain ammonium sulfate. 

35 US 5,369,100 is directed to a formulation that does not use a binder. Instead, the for- 
mulation relies on compaction of a mix containing the technical form of the active and 
ammonium sulfate. Lubricants (Mg stearate) and flow aids (silica particles) are also 
added to the formulation as shown in the examples. 
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US 6,013,272 teaches the manufacture of water-free phosphoroamido(di)thioate gran- 
ules without added solvent by heating the extrusion die to a temperature that is suffi- 
cient to soften the active solids while controlling the rate at which water is added. Final 
products are disclosed as having a moisture level of less than 0.5 wt%. It is disclosed 
5 in column 5 that small amounts of a vinylpyrrolidone-vinyl acetate copolymer does not 
adversely affect the process and that the process does not require the use of surfac- 
tants or binding agents. 

Importantly, each of these patents uses the powdered technical grade of acephate as 
1 0 supplied by the producer. The prior art then looks to formulations and extrusion proc- 
essing techniques to compact the acephate. Each process has significant limitations. 

It was an objective of this invention to provide an extrusion process that does not sub- 
ject the extruded material to high temperature rises at the die even when operated at 
1 5 normal, commercially economic speeds. 

It was another objective of this invention to provide an extrusion process using a highly 
effective material that acts as both a lubricant in the extruder and a binder in the final 
product. Such a process can be run at ambient temperatures without cooling of the 
20 extrusion die or a controlled introduction of coolants or other liquids into the extruded 

forrmi'/Jvvr. 

In accordance with these and other objectives of the invention that will become appar- 
ent from the description herein, the invention relates to a composition and its manufac- 

25 turing process that includes the step of extruding at ambient temperatures a mixture 
comprising milled phosphoroamido(di)thioate solids wherein the solids have been 
milled to a sufficiently narrow particle size distribution and/or sufficiently small crystal 
size to be granulated by extrusion through a conventional extruder. In a preferred em- 
bodiment, the extrusion is operated without the addition of water, its subsequent re- 

30 moval, or the detrimental effects of hydrolysis upon storage due to residual moisture. 

The process of the invention consistently provides phosphoroamido(di)thioate extru- 
dates of good density and structural integrity that allows formation of a commercially 
acceptable granular insecticide product. The process mills the phosphoroamido(di)- 
35 thioate to reduce the particle size to a sufficiently small particle size to enable the re- 
sulting particles to be compacted readily into granules having an enhanced structural 
integrity compared to particles that have not been milled. 

Figure 1 is a graph of the particle size distribution of technical grade acephate solids 
40 obtained from a manufacturer. 
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Figure 2 is a graph of the partide size distribution of the technical grade acephate sol- 
ids that have been milled in accordance with this invention. 

5 The phosphoroamido(di)thioates that can be used in the invention include insectiddally 
active compounds having the general formula I 




I, 



wherein 

10 R 1 and R 2 individually are an alkyl, alkenyl or alkyny! group containing up to 6 

carbon atoms, 

R 3 is hydrogen, an alkyl group containing 1 to 18 carbon atoms, a cycloalkyl 
group containing 3 to 8 carbon atoms, an alkenyl group containing 2 to 18 carbon 
atoms or an alkynyl group containing 3 to 18 carbon atoms, 
15 R 4 is hydrogen or an alkyl group containing 1 to 6 carbon atoms, and 

Y is oxygen or sulfur. 

Acephate is a particularly preferred phosphoroamido(di)thioate insecticide for use in 
the present invention. It is commercially available in a technical grade solid of at least 
20 97 wt% purity and is used in extruded granules of the present invention in an amount of 
at least 92 wt%, preferably at least 94 wt%, and most preferably in an amount of at 
least 95 wt% based on total weight of the dried granule. Unless otherwise indicated 
herein, all percentages are by weight relative to the total weight of the product 

25 Acephate is commercially available as an elongated, crystalline solid that has already 
been processed to break up lumps and aggregates of materials but not to reduce the 
crystal size of the active ingredient ("delumped"; see US 6,013,272 at column 6). The 
delumped, crystalline solid of acephate technical grade is commerdally available and 
generally has average dimensions within the range of 250-500 jjm in length, 40-100 

30 jjm in width, and an aspect ratio (length: width) of about 1-10. The mean partide size is 
about 28-31 jjm with a median of about 1 1-1 2 jjm at a standard deviation within the 
range of 40-50. 



35 



According to the present invention, crystalline solids of delumped, technical grade 
acephate are comminuted, milled, ground, or processed by another size reduction 
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process to reduce the average size of the crystalline solids, render the crystalline solids 
brighter (i.e., more reflective), and concentrate the particles to a size that allows the 
solids to be extruded into durable granules. It has been determii ^d that better granules 
are formed by concentrating the particle sizes to at least a majority of particles having a 
5 size within the range of 3.9-37//m (i.e., retained on a sieve opening of 3.9 //m but pass- 
ing through a sieve opening greater than about 37 //m f such as an opening of 44 //m). 

Preferably, the desired crystal size and distribution is attained by a milling process that 
can be adjusted to or which naturally tends to narrow the particle size distribution of the 
10 processed solids. The technical grade of phosphoroamido(di)thioate solids is most 
preferably milled in a jet mill, low energy hammer, centrifugal mill, or pin mill. 



It has been found that milling the technical grade phosphoroamido(di)thioate solids, 
and particularly acephate solids, enhances the processing and compacting characteris- 

1 5 tics of the solids and helps to produce an extruded granule of better integrity and den- 
sity relative to granules of unmilled phosphoroamido(di)thioate solids. The milled prod- 
uct when processed in the extruder produces an extrudate that has an enhanced struc- 
tural integrity compared to the technical grade product that has not been milled. It has 
been proposed that the smaller crystals having an irregular shape are able to interlock 

20 together when compacted to enhance the structural integrity of the extruded product. In 
addition, the increased surface area of the milled product enables v : lading agentto • 
provide a stronger particle-to-particle bond. 

In a preferred embodiment, the crystals of the phosphoroamido(di)thioate solids are 
25 milled to an average crystal length of less than 150 //m, an average width of less than 
40 //m, and an aspect ratio (L/D) within the range of about 1-7. Preferably, the milled 
phosphoroamido(di)thioate crystals exhibit a mean size within the range of 10-29 jt/m, 
more preferably within the range of 12-25 jjm, and most preferably within the range of 
15-23 A/m with a standard deviation of less than 40, more preferably less than 35, and 
30 most preferably less than 30. 

Even more preferably, the phosphoroamido(di)thioate solids are milled to produce a 
product exhibiting a particle size distribution whereby at least 67 wt% (preferably at 
least 68 wt%, and most preferably at least 70 wt%) of the solids have a particle size 

35 within the range of 4.6-88 //m (i.e., retained on a sieve with openings between 4.6 and 
88 //m). It is also preferred that at least 52 wt% (even more preferably 55 wt%, and 
especially at least 60 wt%) of the milled phosphoroamido(di)thioate solids have a parti- 
cle size within the range of 4.6-37 //m and less than 14 wt% (even more preferably less 
than 13 wt%, and especially less than 11 wt%) have a size within the range of 44-88 

40 jjm. 
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The milled phosphoroamido(di)thioate solids of the invention exhibit a higher bulk den- 
sity than the unmilled, delumped solids obtained from the manufacturer. The extruded 
phosphoroamido(di)thioate solids should then form extrudates having a higher bulk 
5 density than the uncompacted milled solids. Preferred bulk densities for the extruded 
granules are at least 450 g/l, more preferably within a range of 475-650 g/l, particularly 
within the range of 500-600 g/I, and especially within the range from about 525-575 g/l. 
The granules have a resistance to attrition of at least 60%, preferably at least about 
62%. Typically, the extruded granules have a resistance to attrition of about 63% to 
1 0 about 64% as determined by ASTM method E-728-91 . 

The extruded phosphoroamido(di)thioate compositions of the invention can also in- 
clude one or more anticaking agents or other processing aids. An anticaking agent can 
be added, if desired, in an amount sufficient to prevent or reduce clumping and caking 
15 of the extrudates and dried granules. Generally no more than about 1 .5 wt% is needed. 
Silica powder in an amount within the range of 0.5-1.25 wt%.is particularly useful. 

Processing aids is a term that includes any insecticidally inert additive that is used to 
facilitate formation of granules of compacted particulates of the phosphoroamido(di)- 

20 thioate solids. Suitable processing aids include water, surfactants, ammonium sulfate, 
polymeric aids (e.g., a vinyl copolymer >*\ ;;k\as vinylpyrrolidone^vinyl acetate copolyr / - 
mer, a polyalkylene oxide, etc.), ano 'ci ^^.nt for a polymeric aid (e.g., dimethylsulfox- 
ide for a polyalkylene oxide lubricant/binder). The preferred additives include a silica- 
based anticaking agent, a polymeric binding aid, and an amount of a solvent (aqueous 

25 or nonaqueous) for the polymeric aid that is sufficient to dissolve the polymer and lubri- 
cate the mixture as it passes through an extruder for compaction and granule forma- 
tion. 

Even more preferably, the extrusion is performed with a dissolvable polymeric binder 
30 (e.g., a polyalkylene oxide like polyethylene oxide) and a small amount of solvent for 
the polymeric binder (water, dimethylsulfoxtde, water-alcohol azeotrope, and mixtures 
thereof) so as to render the polymeric component at least partially dissolved and lubri- 
cious in the extrusion mixture. Preferably, the polymeric binder and the solvent are in- 
cluded in an amount effective to provide a lubricating effect on the particulates and 
35 milled particles to reduce the back pressure and prevent overheating of the particles in 
the extruder. With sufficient lubricity, the extrusion can be performed in the absence of 
controlled cooling or heating of the extrusion die and without the introduction of coolant 
liquid into the formulation. In the most preferred embodiment of the present invention, 
only so much solvent is added as is needed to render the polymeric component lubri- 
40 cious for the extrusion process and effective as a binder in the final granular product 



WO 03/101193 



7 



PCT/IB03/04944 



In the manufacturing process, an extrudable mixture containing phosphoroamido(di)- 
thioate solids that have been milled to size according to the invention are passed 
through an extrusion die having a diameter within the range from about 1-10 mm. The 

5 extruder can be a standard single or twin screw extruder as known in the art that is 
suitable for extruding particulate and producing extruded granules. The mixture is then 
extruded into granules. While the most preferred embodiment of the present invention 
reduces the frictional heat through the die and extrusion can be performed at any de- 
sired temperature, the extrusion process is preferably performed at or controlled to 

1 0 perform at ambient temperatures (e.g., 15 to 22°C) or a similar temperature that is suf- 
ficiently low that it does not degrade the insecticidal activity of the phosphoroamido(di)- 
thioate solids. 

The extrudate exiting from the extrusion die can be sliced or cut to length before enter- 
15 ing a drier to remove any excess solvent. Suitable driers include convention ovens, 
fluidized beds, and the like. Use of a fluidized bed operating at a temperature less than 
the melting point of the technical grade of active ingredient is particularly preferred. For 
example, acephate has a melting point within the range of 63 to 67°C, so operation of 
the drier at a temperature of less than 60°C is preferred when granulating acephate. 

20 

If water is i. i • 1 1' the process or the phosphoroamido(di)thioate solids have absorbed 
moisture ft* /^ambient atmosphere, the extrudates should be dried to a residual ' 
moisture content of less than 1 wt%, preferably to a residual moisture content within r ' 
the range of 0.01-0.5 wt%, and even more preferably within the range from about 0.01- 
25 0.3 wt% based on total weight of the dried extrudate. Usually, no more than about 2-5 
minutes is required for adequate drying of a well extruded extrudate. 



Examples 
30 Examples 1-4 

A sample of technical grade acephate crystals was obtained (Examples 1 and 3) 
compared. The crystal shape and size distribution were found to be essentially th 
same for each of the commercial sources. Half of each sample was analyzed for 
35 brightness and particle size distribution. 



Table 1 - GE Brightness 



Sample 


Brightness 


Ex. 1 - Source A (unmilled) 


87.2 


Ex. 2 - Source A (milled) 


88.4 
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Ex. 3 - Source B (unmilled) 90.2 

Ex . 4 - Source B (milled) 93.7 

Examination of the brightness results shows that the milling proof's of the present in- 
vention changed a number of properties. Milling caused a measurable increase in the 
brightness of the bulk powder sample as measured by reflected light. Such an increase 
5 is visually apparent as a noticeably brighter powder when compared side-by-side under 
the GE Brightness test. 

Visual inspection of the milled and unmilled samples also revealed that the milling 
process of the invention changed the average crystal length and width of the acephate 
10 technical. The unmilled acephate from example 3 was a commercially available techni- 
cal grade having elongated cylindrical shaped crystals with an average crystal length of 
250-500 jjm and an average width of 40-100 //m. In contrast, the acephate powder of 
example 4 was made of substantially cylindrical shaped crystals with an average crys- 
tal length of less than about 150//m and an average width of less than 40 j/m. 

15 

The other half of the Source B sample was analyzed for particle size distribution as 
received and with the milling according to the invention. The particle size distribution is 
reported in detail in Table 2 and summarized in Table 3. Additional details about the 
crystalline acephate solids are presented in Table 4. Figure 1 (unmilled) and figure 2 
20 (milled) are graphs of the particle size distributions from the milling process. All values 
are in terms of weight percent of total sample that could pass through the designated 
sieve opening. 

Table 2 - Particle Size Distribution 



Size (/urn) 


Unmilled 


Milled 


Size fr/m) 


Unmilled 


Milled 


<1.9 


9.6625 


7.9543 


26 


3.7619 


4.4529 


1.0 


3.6123 


3.7746 


31 


3.7231 


3.4498 


2.3 


1.6125 


1.8957 


37 


3.2123 


2.4873 


2.8 


3.3402 


3.9085 


44 


3.0323 


2.0818 


3.3 


5.0469 


4.3981 


53 


3.3767 


2.3280 


3.9 


4.5533 


5.0539 


63 


3.2501 


2.2067 


4.6 


2.9044 


4.0079 


75 


2.8069 


1.5439 


5.5 


3.2481 


4.6002 


88 


2.4665 


1.2313 


6.5 


5.7966 


5.3931 


105 


2.0819 


0.8371 


7.8 


4.6403 


5.6669 


125 


1.5293 


0.4144 


9.2 


4.2474 


6.1254 


149 


1.3606 


0.1331 



WO 03/101193 



PCT7IB03/04944 



9 



Size (urci) 


Unmilled 


Milled 


Size Ot/m) 


Unmilled 


Milled 


11 


4.6232 


6.0030 


177 


0.7768 


0.1199 


13 


4.6531 


5.4418 


210 


0.4565 


0.0486 


16 


3.3203 


4.6925 


250 


0.2321 


0.132 


19 


3.2150 


4.8575 


298 


0.1849 


0.0000 


22 


3.1651 


4.9085 


>298 


571068 


0.0000 



Table 3 - Summary Particle Size Distribution 





Unmilled (wt%) 


Milled (wt%) j 


Sieve Size (/wm) 


Range 


Cumul 


Range 


Cumul. 


<1.9 


13.27 


A O 07 


11 73 i 

1 1 • I w 


11.73 


2.3 - 3.9 


14.55 








4.6 -16 


33.43 


61.26 


41.93 


68.92 


19-37 


17.08 


78.34 


20.16 


89.07 


44-88 


14,93 


93.27 . 


9.39 


98.46 


105 - 149 


4.97 | 


98.24 


1.38 


99.85 


>177 


1.76 


-100* 


0.30 


-100* 










<3.9 


27.83 




26.99 




4.6-88 


65.44 




71.47 




>105 


6.73 




1.54 












<3.9 


27.83 




26.99 




4.6-37 


50.51 




62.09 




44-88 


14.93 




9.39 




>105 


6.73 




1.68 




* subject to rounding 


Table 4 




Unmilled 


Milled 


mean Ot/m) 


30.4 


19.1 


median (jjw) 


11.7 


10.3 


standard deviation 


45.5 


24.6 


Crystal dimensions 
(length x width) fr/m) 


(1 00 - 280) x (40 -50) 


(40 - 90) x (20 - 25) 


Aspect ratio 


2.5- 


5.6 


2-3.6 


extrusion 


inconsistent compaction 


consistent with high struc- 
tural integrity 
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As seen from Tables 2-4, milling of the technical grade powder from the manufacturer 
reduced the percentage of particles of 88 //m or more. The milling process also made 
the particle distribution more uniform (37% reduction in the mean particle size, 46% 
drop in standard deviation despite only a 12% change in median particle size) and a 
significantly higher concentration of particles within the range of 4.6-88 //m. 

The effects of these particle size distribution changes produced a technical grade 
acephate powder that exhibited an ability to be consistently compacted via extrusion 
into granules of good structural integrity. 

Examples 5-6 

This example demonstrates the enhanced structural integrity of the extruded granules 
obtained from milled acephate compared to unmilled technical grade acephate. A 
stainless steel Laboratory Dome Granulator (Model No. DG-L1) was run at 70 rpm with 
a fed rate of 800 g/min. The extrusion blade was a two flight type in a single component 
with a feed screw. The Dome Die was 1 mm x 1 .2 mm. 

A mixture of the milled technical grade of acephate powder from example 4 was added 
to an extruder comprising 0.5 wt% Poly-Ox"*" -^in N-10 (polyethylene oxide) as a , 
binder and drag reducing agent, 1 .0 wt% L HOA (silica) as a flow aid, 3.0 wt% 
DMSO (dimethyl sulfoxide) and the balance --e&sphate. The mixture was extruded 
through a 1 mm die and cut into granules. The DMSO flashes off during extrusion to 
produce granules having the following composition: 



Example 5 (invention) 

Milled Acephate technical (ex. 4) 

Polyethylene oxide 

Silica 



Wt% 
98.5 
0.5 
1.0 



Example 6 (comparative) 
Unmilled Acephate technical (ex. 3) 
Polyethylene oxide 
Silica 



Wt% 
98.5 
0.5 
1.0 
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Each sample was analyzed with the results as follows: 

Ex.5 Ex.6 
pH (1 .0%) 4.6 @ 21° C 4.6 @ 21 • C 

Dissolution Rate: (slight agitation) 20 - 40 sec. 20 -40 sec. 



Moisture Content: Acephate extruded 


0.17 


0.36 


granule 




Bulk Density (free fall): 






Acephate technical 


392 g/l 




Acephate tech + 1% Hi-Sil™ HOA 


470.5 g/l 




Acephate extruded granule 


544.6 g/l 


440.0 g/l 


Angle of repose: 






Acephate tech 


60° 




Acephate + 1% Hi-Sil™ HOA 


51° 


. 26° 


Acephate extruded granule 


26° 


Extruded Granule Size: 






Diameter 


1 .0 mm 


1.5 mm 


Length 


1-4 mm 


1-6 mm 


Resistance to Attrition:* 


63.3% 


59.5% 



*ASTM test method E-728-91 was used to determine resistance to attrition. 

5 Comparison v; • '$ks 5'arid 6 show an increase in the structural integrity of the ex- 
truded granules for milled acephate powder according to the invention as determined 
by the bulk density and resistance to attrition. One reason for this enhanced integrity 
may be the notable increase in density of the extruded granule according to the inven- 
tion (544.6 g/l) compared to the granule (440 g/l) formed by the manufacturer's material 

10 that was not milled according to the invention. 

Indeed, milled and granulated phosphoroamido(di)thioate solids according to the inven- 
tion preferably exhibit a bulk density within the range of 475-650 g/l, more preferably a 
bulk density within the range of 500-600 g/l, and especially preferred is a bulk density 
1 5 within the range of 525-575 g/l. 
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Claims 

1 . A process for making granules of an insecticidally active ph~cphoroamido(di>- 
thioate solid by compacting a phosphoroamido(di)thioate solid that has been 

5 milled (a) to an average crystal length of less than 150 //m and an average crys- 

tal width of less than 40 ^m, or (b) to a particle size distribution having at least 67 
wt% of said solids within a size of 4.6-88 pm. 

2. The process according to claim 1 , wherein said phosphoroamido(di)thioate solids 
10 has been jet milled. 

3. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
exhibits a mean size within the range of 10-29//m. 

1 5 4. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
exhibits a mean size within the range of 1 2-25 //m. 

5. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
exhibits a mean size within the range of 15-23//m. 



20 



6. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
exhibits a standard deviation of less than 40. 

7. The process according to daim 1 . wherein said phosphoroamido(di)thioate solid 
25 exhibits a standard deviation of less than 35. 

8. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
exhibits a standard deviation of less than 30. 

30 9. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
has been milled to a particle size distribution whereby at least 68 wt% of said sol- 
id has a particle size of 4.6-88 fjm. 

1 0. The process according to claim 1 , wherein said phosphoroamido(di)thioate solid 
35 has been milled to a particle size distribution whereby at least 70 wt% of said sol- 
id has a particle size of 4.6-88 jjm. 

11. The process according to claim 1 wherein said phosphoroamido(di)thioate solid 
has been milled to a particle size distribution whereby at least 52 wt% of said sol- 
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id has a size within the range of 4.6-37 fjm and less than 14 wt% of said solid has 
a size within the range of 44-88 //m. 

1 2. The process according to daim 1 0 wherein said phosphoroamido(di)thioate solid 
5 has been milled to a particle size distribution whereby at least 55 wt% of said sol- 
id has a size within the range of 4.6-37 pm and less than 13 wt% has a size 
within the range of 44-88 //m. 

13. The process according to claim 10 wherein said phosphoroamido(di)thioate solid 
1 0 has been milled to a particle size distribution whereby at least 60 wt% of said sol- 
id has a size within the range of 4.6-37 jjm and less than 1 1 wt% has a size 
within the range of 44-88 //m. 

14. The process of claim 1 wherein the compacting step is performed by passing the 
15 milled solid, a binding agent, and a nonaqueous solvent for said binder through 

an extruder. 

15. The process according to claim 1 , wherein said granules have a buik density of at 
least 450 g/l. 



20 



30 



35 



16. The process according to claim 1 , wherein said granules have a bu'U^V&ty: of 4. 
about 450 g/l to about 650 g/l. 



17. The process according to claim 1 , wherein said granules comprise about 0.5 wt% 
25 of polymeric binder and about 1 .0 wt% of a particulate flow aid and the balance 

acephate. 

1 8. The process according to claim 1 , wherein said granules comprise about 0.5 wt% 
of a polyethylene oxide binder, about 0.5 wt% silica and the balance acephate. 



19. Compacted granules of a milled crystalline phosphoroamido(di)thioate solid whe- 
rein said solid has been jet milled (a) to an average crystal length of less than 
150 jjm and an average crystal width of less than 40 ym, or (b) to a particle size 
distribution having at least 67 wt% of said solid with a size of 4.6-88 //m. 

20. The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said solid further exhibits a mean size within the range of 
10-29//m. 



c 
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21 . The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said solid further exhibits a mean size within the range of 
12-25 //m. 



5 22. The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said solid further exhibits a mean size within the range of 
15-23/ym. 

23. The compacted granules of a milled phosphoroamido(di)thioate solid according 
1 o to claim 1 9, wherein said solid has a particle size with a standard deviation of 

less than 40 //m. 

24. The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said solid has a particle size with a standard deviation of 

15 less than 35 //m. • 

25. The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said solid has a particle size with a standard deviation of 
less than 30 /jm. 

20 

26. The compacted granules of a milled phoro •v^r»amido(di)thioate solid according , 
to claim 19, wherein said solid has bee. ^ v-lted to a particle size distribution 
whereby said phosphoroamido(di)thioate soiid has been milled to a particle size 
distribution whereby at least 68 wt% of said solid has a particle size of 4.6-88 //m. 

25 

27. The granules according to claim 1 9, wherein said phosphoroamido(di)thioate 
solid has been milled to a particle size distribution whereby at least 70 wt% of 
said solid has a particle size of 4.6-88 //m. 

30 28. The granules according to claim 1 9 wherein said phosphoroamido(di)thioate solid 
has been milled to a particle size distribution whereby at least 52 wt% of said sol- 
id has a size within the range of 4.6-37 ptm and less than 14 wt% of said solid has 
a size within the range of 44-88 jt/m. 

35 29. The process according to claim 1 9 wherein said phosphoroamido(di)thioate solid 
has been milled to a particle size distribution whereby at least 55 wt% of said sol- 
id has a size within the range of 4.6-37 urn and less than 13 wt% has a size 
within the range of 44-88 //m. 
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30 The process according to claim 1 9 wherein said phosphoroamido(di)thioate solid 
has been milled to a particle size distribution whereby at least 60 wt% of said sol- 
id has a size within the range of 4.6-37 pm and less than i1 wt% has a size 
within the range of 44-88 jjm. 

5 

31 . The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said granules have a bulk density of at least 450 g/l. 

32 The compacted granules of a milled phosphoroamido(di)thioate solid according 
10 to claim 19. wherein said granules have a bulk density of about 450 g/l to about 

650 g/l. 

33 The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 19, wherein said granules comprise a binder, a particulate flow aid. and 

15 acephate. 

34. The compacted granules of a milled phosphoroamido(di)thioate solid according 
to claim 33. wherein said binder comprises a polyethylene oxide polymer. 



